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METHOD FOR PREPARING COLOR-CLEAR COMPOSITE COATINGS 
HAVING RESISTANCE TO ACID ETCHING 



Field of the Invention 
The present invention relates to a process for preparing 
multi-layered coated articles comprising a pigmented or colored 
10 basecoat and a transparent or clear topcoat, and to the coated 
articles themselves. 

A 

Background of the Invention 
Color-plus-clear coating systems involving the application 
15 of a colored or pigmented basecoat to a substrate followed by the 
application of a transparent or clear topcoat to the basecoat have 
become conventional as original finishes for automobiles. The 
color-plus-clear systems have outstanding gloss and distinctness of 
image, and the clearcoat is particularly important for these 
20 properties. 

Aminoplast-cured coating systems are also well known and 
provide many excellent coating properties. However, it is widely 
recognized that such coatings, particularly clear coats, have poor 
resistance to etching by acid. Conventional coating systems that 
25 contain hydroxyl functional film-forming resins and aminoplast 

cross linking agents rely on a cure mechanism wherein hydroxyl groups 
on the resin react with the aminoplast to form ether linkages. See, 
for example, European Patent Application 0 257 848. Although not 
intending to be bound by any theory, it is believed that such ether 
30 linkages are vulnerable to acid attack and hence yield coatings with 
poor acid etch resistance. 

Because many geographic areas encounter acidic 
precipitation, acid resistance in coatings is becoming an 
increasingly desirable property, particularly for automotive 
35 coatings. Hydroxyl -aminoplast coating systems of the prior art are 
not highly effective for providing protection against etching caused 
by acid rain. 
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It ie desirable, therefore, to provide a color-plus-clear 
coating system which avoids the problems of the prior art by 
demonstrating improved acid etch resistance properties. 

5 Summary of the Invention 

In accordance with the present invention, a process for 
applying a composite coating to a substrate and the coated substrate 
are provided. The process comprises applying to the substrate a 
film-forming composition to form a basecoat and applying to the 
10 basecoat a film-forming composition to form a transparent topcoat 
over the basecoat. The transparent topcoat, or clearcoat, is derived 
from (1) a material containing a plurality of terminal or pendant 
groups of the structure: 

R H 

I I 
15 I X - C - N ~ H or II - N - C - OR* 

i i 

where X is -N or -0 and R is H or alkyl of 1 to 18 carbon atoms or R 
is bonded to X and forms part of a 5 or 6 merabered ring and R' is 
alkyl of 1 to 18 carbon atoms; and (2) an aminoplast croselinking 

20 agent containing methylol and/or methylol ether groups. Prior to 
crosslinking, the clear film-forming composition comprising the 
material of (1) and (2) has a calculated hydroxyl value less than 50 
based on solid weight of the clear film-forming composition, 
excluding any hydroxyl functionality which may be associated with 

25 N-methylol groups. The crosslinked clearcoat has a substantial 

number of urethane and/or urea crosslinks that arise from reaction of 
the terminal or pendant groups of structure I or II with the 
aminoplast, thereby providing a high level of acid etch resistance. 

30 Detailed Description 

The film-forming composition of the basecoat can be any of 
the compositions useful in coatings applications, particularly 
automotive applications. The film-forming composition comprises a 
resinous binder and a pigment to act as the colorant. Particularly 

35 useful resinous binders are acrylic polymers, polyesters, including 
alkyds, and po lyure thane s . 
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The acrylic polymers are copolymers of one or mor alkyl 
esters of acrylic acid or methacrylic acid optionally together with 
one or more other polymericable ethylenically unsaturated monomers. 
These polymers may be either of the thermoplastic type or the 
5 thermosetting crosslinking type. Suitable alkyl esters of acrylic 
acid or methacrylic acid include methyl methacrylate, ethyl 
methacrylate, butyl methacrylate, ethyl acrylate, butyl acrylate, and 
2-ethyl hexyl acrylate. Suitable other copolymer izable ethylenically 
unsaturated monomers include vinyl aromatic compounds such as styrene 
10 and vinyl toluene; nitriles such acrylonitrile and methacrylonitrile ; 
vinyl and vinylidene halides such as vinyl chloride and vinylidene 
fluoride and vinyl esters Buch as vinyl acetate. 

Where the polymer is of the crosslinking type, suitable 
functional monomers may be used in addition to the other acrylic 
15 monomers mentioned above and include, for example, acrylic acid, 

methacrylic acid, hydroxyethyl acrylate, hydroxyethyl methacrylate, 4 
hydroxypropyl acrylate, and hydroxypropyl methacrylate. The coating 
composition in such cases contains a crosslinking agent such as an 
aminoplast. Other crosslinking agents such as polyisocyanates 
20 including blocked polyisocyanates may also be used. Also, the 

acrylic polymer can be prepared with N-(alkoxymethyl )acrylamide6 and 
N-(alkoxymethyl)methacrylamides which result in self-crosslinking 
acrylic polymers. 

Besides acrylic polymers, the resinous binder for the 
25 basecoat composition may be an alkyd re6in or a polyester. Such 
polymers may be prepared in a known manner by condensation of 
polyhydric alcohols and polycarboxylic acids. Suitable polyhydric 
alcohols include ethylene glycol, propylene glycol, butylene glycol, 
1,6-hexylene glycol, neopentyl glycol, diethylene glycol, glycerol, 
30 trimethylolpropane, and pentaerythritol . 

Suitable polycarboxylic acids include succinic acid, adipic 
acid, azelaic acid, sebacic acid, maleic acid, fumaric acid, phthalic 
acid, tetrahydrophthalic acid, hexahydrophthalic acid, and 
trimellitic acid. Besides the polycarboxylic acids mentioned above, 
35 functional equivalents of the acids such as anhydrides where they are 
available or lower alkyl esters of the acids such as the methyl 
esters may be used. 
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Where it is desir d to produce air-drying alkyd resins, 
suitable drying oil fatty acids may be used and include those derived 
from linseed oil, soya bean oil, tall oil, dehydrated castor oil, or 
tung oil, 

5 The polyesters and preferably the alkyd resins contain a 

portion of free hydroxyl and/or carboxyl groups which are available 
for further crosslinking reactions. Suitable crosslinking agents are 
the amine or amide-aldehyde condensates (aminoplasts) or the 
polyisocyanate curing agents as are well known in the art. 
10 Polyurethanes can also be used as the resinous binder of the 

basecoat. Among the polyurethanes which can be used are polymeric 
polyols which are prepared by reacting the polyester polyols or 
acrylic polyols such as those mentioned above with a polyisocyanate 
such that the OH/NCO equivalent ratio is greater than 1:1 so that 
15 free hydroxyl groups are present in the product* 

The organic polyisocyanate which is used to prepare the < 
polyurethane polyol can be an aliphatic or an aromatic polyisocyanate 
or a mixture of the two, Diisocyanates are preferred, although 
higher polyisocyanates can be used in place of or in combination with 
20 diisocyanates. 

Examples of suitable aromatic diisocyanates are 
4,4'-diphenylmethane diisocyanate and toluene diisocyanate. Examples 
of suitable aliphatic diisocyanates are straight chain aliphatic 
diisocyanates such as 1,6-hexamethylene diisocyanate. Also, 
25 cycloaliphatic diisocyanates can be employed. Examples include 
isophorone diisocyanate and 4,4 '-methylene-bis-(cyclohexyl 
isocyanate). Examples of suitable higher polyisocyanates are 
1,2,4-benzene triisocyanate and polymethylene polyphenyl isocyanate. 

Most of the polymers prepared as described above are organic 
30 solvent-based polymers, although acrylic polymers can be prepared via 
aqueous emulsion polymerization techniques and used as aqueous-based 
basecoat compositions. Water-based basecoats in color-plus-clear 
compositions are disclosed in U.S. Patent No. 4,403,003, and the 
resinous compositions used in preparing these basecoats can be used 
35 in the practice of this invention. Also, water-based polyurethanes 
such as those prepared in accordance with U.S. Patent No. 4,147,679 



Printed from Mimosa 11/11/1999 13:27:22 Seite-6- 



WO 94/10213 



- 5 - 



PCT/US93/10174 



can be used as the resinous binder in the basecoat. Further, 
water-bas d coatings such as those described in U.S. Patent 5,071,904 
can be used as the basecoat. 

The basecoat also contains pigments to give it color. 
5 Compositions containing metallic flake pigmentation are useful for 
the production of so-called "glamour metallic" finishes chiefly upon 
the surface of automobile bodies. Proper orientation of the metallic 
pigments results in a lustrous shiny appearance vith excellent flop. 
By flop is meant the visual appearance of brightness or lightness of 
10 the metallic coating with a change in viewing angle, that is, a 

change from 90 to 180 degrees . v The greater the change from light to 
dark appearance with respect- to viewing angle, the better the flop. 
Flop is important because it accentuates the lines of a curved 
surface such as on an automobile body. Suitable metallic pigments 
15 include in particular aluminum flake, copper bronze flake and mica. 

Besides the metallic pigments, the base coating compositions 
of the present invention may contain non-metallic color pigments 
conventionally used in surface coatings including inorganic pigments 
such as titanium dioxide, iron oxide, chromium oxide, lead chromate, 
20 and carbon black, and organic pigments such as phthalocyanine blue 
■ and phthalocyanine green. In general, the pigment is incorporated 
into the coating composition in amounts of about 1 to 80 percent by 
weight based on weight of coating solids. The metallic pigment is 
employed in amounts of about 0.5 to 25 percent by weight based on 
25 weight of coating solids. 

If desired, the basecoat composition may contain additional 
materials well known in the art of formulated surface coatings 
These would include surfactants, flow control agents, thixotropic 
agents, fillers, anti-gassing agents, organic co-solvents, catalysts 
30 and other customary auxiliaries. These materials can constitute up ' 
to U0 percent by weight of the total weight of the coating 
composition. 

The base coating compositions can be applied to various 
substrates to which they adhere. The compositions can be applied by 
35 conventional means including brushing, dipping, flow coating, 

spraying and the like, but they are most often applied by spraying 
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The usual spray techniques and equipment for air spraying and 
electrostatic spraying and either manual or automatic methods can be 
used. 

Coatings of the present invention can be applied over 
5 virtually any substrate including wood, metals, glass, cloth, 

plastic, foam, including elastomeric substrates and the like. They 
are particularly useful in applying over metals and elastomeric 
substrates that are found on motor vehicles. 

During application of the basecoat composition to the 
10 substrate, a film of the basecoat is formed on the substrate. 

Typically, the basecoat thickness will be about 0.01 to 5, preferably 
0.1 to 2 mils in thickness. * 

After application of the basecoat to the substrate, a film 
is formed on the surface of the substrate by driving solvent, i. e.', 
15 organic solvent or water, out of the basecoat film by heating or by 
an air drying period. Preferably, the heating will only be 
sufficient and for a short period of time to ensure that the topcoat 
can be applied to the basecoat without the former dissolving the 
basecoat composition. Suitable drying conditions will depend on the 
20 particular basecoat composition, and on the ambient humidity with 
certain water-based compositions, but in general a drying time of 
from about 1 to 5 minutes at a temperature of about 80-250°F 
( 20-121 *C) will be adequate to ensure that mixing of the two coats is 
minimized. At the same time, the basecoat film is adequately wetted 
25 by the topcoat composition so that satisfactory intercoat adhesion is 
obtained. Also, more than one base coat and multiple top coats may 
be applied to develop the optimum appearance. Usually between coats, 
the previously applied coat is flashed; that is, exposed to ambient 
conditions for about 1 to 20 minutes. 
30 The clear film-forming composition which forms the 

transparent topcoat or clearcoat is a crosslirikable composition 
comprising (1) a material containing a plurality of pendant or 
terminal groups of the structure: 

35 I X - C - N - H or II - ill - C - OR 1 

\y II 

0 0 
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where X is -N or -0 and R is H or alkyl of 1 to 18, preferably 1 to 6 
carbon atoms or R is bonded to X and forms part of a five- or 
six-membered ring and R' is alkyl of 1 to 18, preferably 1 to 6 
carbon atoms; and (2) an aminoplast crosslinking agent containing 
5 methylol and/or methylol ether groups. The material of (1) has on 
average at least two pendant or terminal groups of structure I and/or 
II, preferably structure I, per molecule. Preferably X « -0. The 
material of (1) may be a polymer or oligomer such as an acrylic 
polymer, a polyester polymer or oligomer, a polyurethane polymer or 

10 oligomer, or a blend of two or more of these materials. Acrylic 
polymers are preferred. Prifci; to crosslinking, the clear 
film-forming composition of (1) and (2) has a calculated hydroxyl 
value of less than 50, preferably less than 25, and more preferably ' 
0, based on solid weight of the clear film-forming composition, 

15 excluding any hydroxyl functionality associated with N-methylol 

groups such as those in the aminoplast and any hydroxyl functionality 
which may be associated with N-methylol groups incorporated into the 
material of (1) such as N-methylol acrylamide groups in the acrylic 
polymer. By calculated hydroxyl value is meant the calculated value 

20 based on the relative amounts of the various ingredients used in 
making the clear film-forming composition, rather than the actual 
hydroxyl value which is measured on the clear film-forming 
composition itself by conventional techniques. The resultant 
crosslinked clearcoat contains a substantial number of urethane 

25 and/or urea crosslinks that arise from reaction of the terminal or 
pendant groups of structure I or II with the aminoplast, thereby 
providing a high level of acid etch resistance. 

The acrylic materials are copolymers of one or more alkyl 
esters of acrylic acid or methacrylic acid, and, optionally, one or 

30 more other polymer i sable ethylenically unsaturated monomers. 

Suitable alkyl esters of acrylic or methacrylic acid include methyl 
methacrylate, ethyl methacrylate , butyl methacrylate , ethyl acrylate, 
butyl acrylate, and 2-ethylhexyl acrylate. Other suitable 
polymerizable ethylenically unsaturated monomers include vinyl 
35 aromatic compounds such as styrene and vinyl toluene; nitriles such 
as acrylonitrile and methacrylonitrile; vinyl and vinylidene halides 
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euch as vinyl chloride and vinylidene fluoride; vinyl esters such as 
vinyl acetate; and acid functional monomers such as acrylic and 
methacrylic acid. 

Hydroxyl functional monomers such as hydroxyethyl acrylate, 
5 hydroxypropyl acrylate, hydroxyethyl methacrylate, and hydroxypropyl 
methacrylate, may be copolymerized with the acrylic monomers to 
impart hydroxyl functionality to the acrylic material in accordance 
with the calculated hydroxyl values mentioned above. 

Pendant carbamate functional groups of structure I (X « -0) 
10 may be incorporated into the acrylic polymer by copolymerizing the 
acrylic monomers with a carbamate functional vinyl monomer, for 
example a carbamate functional alkyl ester of methacrylic acid. 
These carbamate functional alkyl esters are prepared by reacting, for 
example, a hydroxyalkyl carbamate, such as the reaction product of 
15 ammonia and ethylene carbonate or propylene carbonate, with 

methacrylic anhydride. Other carbamate functional vinyl monomers ' 
are, for instance, the reaction product of hydroxyethyl methacrylate, 
isophorone diisocyanate, and hydroxypropyl carbamate (yielding 
structure I), or the reaction product of hydroxypropyl methacrylate, 
20 isophorone diisocyanate, and methanol (yielding structure II). Still 
other carbamate functional vinyl monomers may be used, such as the 
reaction product of isocyanic acid (HNCO) with a hydroxyl functional 
acrylic or methacrylic monomer such as hydroxyethyl acrylate, and 
those carbamate functional vinyl monomers described in U.S. Patent 
25 3,479,328. Pendant carbamate groups can also be incorporated into 
the acrylic polymer by reacting a hydroxyl functional acrylic polymer 
with a low molecular weight alkyl carbamate such as methyl 
carbamate. Reference is made to Japanese Kokai 51-4124. Also, 
hydroxyl functional acrylic polymers can be reacted with isocyanic 
30 acid yielding pendant carbamate groups. Note that the production of 
isocyanic acid is disclosed in U.S. Patent 4,364,913. Likewise, 
hydroxyl functional acrylic polymers can be reacted with urea to give 
an acrylic polymer with pendant carbamate groups. 

Pendant urea groups of structure I (X = -N) may be 
35 incorporated into the acrylic polymer by copolymerizing the acrylic 
monomers with urea functional vinyl monomers such as urea functional 
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alkyl esters of acrylic acid or methacrylic acid. Examples include 
the condensation product of acrylic acid or methacrylic acid with a 
hydroxyalkyl ethylene urea such as hydroxyethyl ethylene urea. Other 
urea functional monomers are, for example, the reaction product of 
5 hydroxyethyl methacrylate, isophorone diisocyanate , and hydroxyethyl 
ethylene urea. 

Mixed pendant carbamate and urea groups may also be used. 
The acrylic polymer material may be prepared by solution 
polymerization techniques in the presence of suitable catalysts such 
10 as organic peroxides or azo compounds, for example, benzoyl peroxide 
or N,N-a 5 obis(isobutyronit n dle):\ The polymerization may be carried 
out in an organic solution in which the monomers are soluble by ' 
techniques conventional in the art. Alternately, the acrylic polymer 
may be prepared by aqueous emulsion or dispersion polymerization 
15 techniques well known in the art. 

The acrylic material typically has a number average 
molecular weight of from about 900 to 13,000, preferably from about 
1000 to 5000 as determined by gel permeation chromatography using a 
polystyrene standard, and an equivalent weight of less than 5000, 
20 preferably within the range of 140 to 2500, based on equivalents of 
reactive pendant or terminal carbamate or carbamate and/or urea 
groups. The equivalent weight is a calculated value based on the 
relative amounts of the various ingredients used in making the 
acrylic material and is based on solids of the acrylic material. 
25 Polyesters may also be used in the formulation of the clear 

film-forming composition and may be prepared by the 
polyesterification of a polycarboxylic acid or anhydride thereof with 
polyols and/or an epoxide. Usually, the polycarboxylic acids and 
polyols are aliphatic or aromatic dibasic acids and diols. 
30 The P ol yols which are usually employed in making the 

polyester include alkylene glycols, such as ethylene glycol, 
1,6-hexanediol, neopentyl glycol, 2,2-dimethyl-3-hydroxypropyl-2,2- 
dimethyl-3-hydroxypropionate and other glycols, such as hydrogenated 
Bisphenol A, cyclohexanediol, cyclohexanedimethanol, 
35 caprolactone-based diols, for example, the reaction product of 
epsilon-caprolactone and ethylene glycol, hydroxy-alkylated 
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bisphen le, polyether glycols, for example, poly(oxytetramethylene) 
glycol and the like. Polyols of higher functionality nay also be 
used. Examples include trimethylolpropane, trimethylolethane , 
pentaerythritol and the like. 
5 The acid component of the polyester consists primarily of 

monomeric carboxylic acids or anhydrides thereof having 2 to 18 
carbon atoms per molecule. Among the acids which are useful are 
phthalic acid, isophthalic acid, terephthalic acid, 
tetrahydrophthalic acid, hexahydrophthalic acid, methyl 
10 hexahydrophthalic anhydride, adipic acid, azelaic acid, sebacic acid, 
maleic acid, glutaric acid,* decanoic diacid, dodecanoic diacid and 
other dicarboxylic acids of various types. The polyester may include 
minor amounts of monobasic acids such as benzoic acid, stearic acid, 
acetic acid, and oleic acid. Also, there may be employed higher 
15 carboxylic acids such as trimellitic acid and tricarballylic acid. 
Where acids are referred to above, it is understood that anhydrides 
thereof which exist may be used in place of the acid. Also, lower 
alkyl esters of the acids such as dimethyl glutarate and dimethyl 
terephthalate may be used. 
20 Pendant carbamate functional groups of structure I may be 

incorporated into the polyester by first forming a hydroxyalkyl 
carbamate which can be reacted with the polyacids and polyols used in 
forming the polyester. A polyester oligomer may be prepared by 
reacting a polycarboxylic acid such as those mentioned above with a 
25 hydroxyalkyl carbamate. An example of a hydroxyalkyl carbamate is 
the reaction product of ammonia and ethylene carbonate or propylene 
carbonate. The hydroxyalkyl carbamate is condensed with acid 
functionality on the polyester or polycarboxylic acid, yielding 
pendant carbamate functionality. Pendant carbamate functional groups 
30 of structure I may also be incorporated into the polyester by 
reacting isocyanic acid or a low molecular weight alkyl carbamate 
such as methyl carbamate with a hydroxyl functional polyester. Also, 
pendant carbamate functionality may be incorporated into the 
polyester by reacting a hydroxy functional polyester with urea. 
35 Pendant urea groups of structure I may be incorporated into 

the polyester by reacting a hydroxyl functional urea such as a 
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hydroxyalkyl ethylen urea with the polyacids and polyols used in 
making the polyester. A polyester oligomer can be prepared by 
reacting a polyacid with a hydroxyl .functional urea. Also, 
isocyanate terminated polyurethane or polyester prepolymers may be 
5 reacted with primary amines, aminoalkyl ethylene urea, or 

hydroxyalkyl ethylene urea to yield materials with pendant urea 
groups. Preparation of these polymers is known in the art and is 
described in U.S. Patent No. 3,563,957. 

Mixed pendant carbamate and urea groups may also be used in 
10 the polyester material. 

Polyurethanes can be formed by reacting a polyisocyanate 
with a polyester having hydrdxyl functionality and containing the 
pendant carbamate and/or urea groups. Alternatively, the 
polyurethane can be prepared by reacting a polyisocyanate with a 
15 polyester polyol and a hydroxyalkyl carbamate or isocyanic acid as 
separate reactants. Examples of suitable polyisocyanates are t 
aromatic and aliphatic polyisocyanates, with aliphatic being 
preferred because of better color and durability properties. 
Examples of suitable aromatic diisocyanates are 4,4 '-diphenylme thane 
20 diisocyanate, 1 , 3-phenylene diisocyanate, 1 ,4-phenylene diisocyanate , 
and toluene diisocyanate. Examples of suitable aliphatic 
diisocyanates are straight chain aliphatic diisocyanates such as 
1,4-tetramethylene diisocyanate and 1,6-hexamethylene diisocyanate. 
Also, cycloaliphatic diisocyanates can be employed and are preferred 
25 because of imparting hardness to the product. Examples include 
1,4-cyclohexyl diisocyanate, isophorone diisocyanate, 
alpha, alpha-xylylene diisocyanate and 4,4'Hnethylene-bis-(cyclohexyl 
isocyanate). 

The polyester or polyurethane materials typically have 
30 number average molecular weights of about 300 to 3000, preferably 
about 300 to 600 in solvent borne systems and about 900 to 1500 in 
water borne systems as determined by gel permeation chromatography 
using a polystyrene standard, and an equivalent weight of from about 
140 to 2500 based on equivalents of pendant carbamate and/or urea 
35 groups. The equivalent weight is a calculated value based on the 
relative amounts of the various ingredients used in making the 
polyester or polyurethane and is based on solids of the material. 
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Besides polymeric materials, relatively low molecular weight 
materials containing pendant carbamate functional groups of structure 
II may be formed by reacting isocyanate terminated monomers or 
oligomers, such as an isocyanurate of polymeric 1 ,6~hexaraethylene 
5 diisocyanate, with an alcohol. Any suitable aliphatic, 

cycloaliphatic, aromatic alkyl monoalcohol or phenolic compound may 
be used, such as, for example, aliphatic alcohols containing from 1 
to 18, preferably lower aliphatic alcohols containing from 1 to 6 
carbon atoms such as methanol, ethanol, n-butyl alcohol and 
10 n-hexanol; cycloaliphatic alcohols such as cyclohexanol; 

aromatic-alkyi alcohols swch as, phenyl carbinol and methylphenyl 
carbinol; phenolic compounds such as phenol itself, and substituted 
phenols in which the substituents do not adversely affect coating 
operations. Examples include cresol and nitrophenol. 
15 xt ifi possible to prepare blends of the acrylic, polyester, 

and polyurethane materials containing pendant or terminal carbamate 
and/or urea groups described above. It. is also possible to prepare 
blends of the low molecular weight materials containing pendant 
carbamate and/or urea groups with the polymeric materials containing 
20 pendant carbamate and/or urea groups. The weight ratio of low 
molecular weight materials to polymeric materials may range from 
10:90 to 90:10, preferably 10:90 to 40:60. 

The clear film-forming composition also includes an 
aminoplast crosslinking agent containing methylol and/or methylol 
25 ether groups. Aminoplast condensates are obtained from the reaction 
of formaldehyde with an amine or amide. The most common amines or 
amides are melaraine, urea, or benzoguanamine , and are preferred. 
However, condensates with other amines or amides can be used; for 
example, aldehyde condensates of glycoluril , which give a high 
30 melting crystalline product which is useful in powder coatings. 
While the aldehyde used is most often formaldehyde, other aldehydes 
such as acetaldehyde, crotonaldehyde, and benzaldehyde may be used. 

The aminoplast contains methylol groups and preferably at 
least a portion of these groups are etherified with an alcohol to 
35 modify the cure response. Any monohydric alcohol may be employed for 
this purpose including methanol, ethanol, butanol, and hexanol. 
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Preferably, the aminoplasts which are used are melamine-, 
urea-, or benzoguanamine-f ormaldehyde condensates etherifled with an 
alcohol containing from 1 to 6 carbon atoms. The aminoplast is 
present in amounts of about 1 to 80, preferably 10 to 50 percent by 
5 weight based on weight of resin solids in the clear film-forming 
composition. The equivalent ratio of pendant or terminal carbamate 
and/or urea functional groups of structure I and II above to methylol 
or methylol ether groups is 0.5 to 2:1 based on calculated equivalent 
weights, and being sufficient to form a crosslinked film. 

1° The clear film-forming composition may be solvent borne, in 

which the carbamate and/or urea functional materials are dissolved in 
one or more nonreactive organic solvents. Suitable components of the 
solvent system which may be used are alcohols such as n-propanol and 
n-butanol, ethers such as ethylene glycol dibutyl ether and 

15 diethylene glycol dibutyl ether, ketones such as methyl ethyl ketone, 
methyl isobutyl ketone, methyl amyl ketone and methyl N-butyl ketone; 
esters such as butyl acetate, 2-ethoxyethyl acetate and hexyl 
acetate; aliphatic and alicyclic hydrocarbons 6uch as the various 
petroleum naphthas and cyclohexane; and aromatic hydrocarbons such as 

20 toluene and xylene. The amount of solvent used generally can range 
from about 0 to 55 percent, preferably from about 0 to 50 percent, 
and most preferably from about 40 to 50 percent by weight based on 
the total weight of the coating composition. 

The clear film-forming composition may also be waterbome. 

25 For example, acid-functional materials having terminal or pendant 
carbamate and/or urea groups may be neutralized with amines and 
dissolved or dispersed in water. Also, it is possible to prepare an 
aqueous dispersion of a blend of acrylic and polyester and/or 
polyurethane materials with pendant carbamate and/or urea groups in 

30 microparticulate form by a high stress technique using a 
homogenizer. This technique is described in U.S. Patent No. 
5,071,904. 

Powder coatings, i.e., film-forming composition is a solid, 
may also be prepared from the carbamate and/or urea functional 
35 materials of the present invention. Monomers used to form the 

carbamate and/or urea functional materials ar selected such that the 
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resultant material has a high glass transition temperatur (Tg); that 
is, greater than 60°C . This material can then be combined with an 
aldehyde condensate of glycoluril as mentioned above to form the 
resinous binder of the powder coating composition. Preferably, the 
5 film-forming composition is a liquid* 

The clear film-forming composition will also preferably 
contain catalysts to accelerate the cure of the aroinoplast and 
carbamate or urea groups. Examples of suitable catalysts are acidic 
materials and include sulfonic acids or substituted sulfonic acids 
10 such as para-toluenesulfonic acid. The catalyst is usually present 
in an amount of about 0.5 tq 5.0 percent by weight, preferably about 
1 to 2 percent by weight, based on weight of total resin solids. 
Optional ingredients such as, for example, plasticizers, flow 
controllers, anti-oxidants, UV light absorbers and similar additives 
15 conventional in the art may be included in the composition. These 
ingredients are typically present at up to 25% by weight based on' 
total resin solids. 

The clear topcoat composition may be applied to the 
basecoated substrate by any conventional coating technique such as 
20 brushing, spraying, dipping or flowing, but spray applications are 
• preferred because of superior gloss. Any of the known spraying 
techniques may be employed such as compressed air spraying, 
electrostatic spraying and either manual or automatic methods. 

After application of the clearcoat composition to the 
25 basecoat, the coated substrate is heated to cure the coating layers. 
In the curing operation, solvents are driven off and the film-forming 
materials of the clearcoat and the basecoat are each crosslinked. 
The heating or curing operation is usually qarried out at a 
temperature in the range of from 160-350°F (71-177°C) but if needed, 
30 lower or higher temperatures may be used as necessary to activate 
crosslinking mechanisms. The thickness of the clearcoat is usually 
from about 0.5-5, preferably 1.2-3 mils. 

The invention will further be described by reference to the 
following examples. Unless otherwise indicated, all parts are by 
35 weight. 
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mm£s. 

The following examples (Examples A-N) show the preparation 
of carbamate and/or urea functional materials and corresponding 
hydroxyl functional materials. 

5 

Example _A 

foil < V arban,ate fUnCtitmal aCrylic " "as prepared from the 
following ingredients: 

Ingres ftnt 

in u .. Bsight in q rHB|ft 

isophorone diisocyanate (IPIJI) B8BQ 

dibutyl tin dilaurate * . ' 

4.6 

2,6-di-t-butyl methyl phenol 2 6 

butyl methacrylate 2Q2 ' Q 
bydroxypropyl carbamate 5712 
15 hydroxyethyl methacrylate 41fi0 

A suitable reactor was charged with the first four 
ingredients and heated to a temperature of 60'C. The hydroxyp r o P yl 
carbamate was added to the reaction mixture over 2 hours. 1Z 
reaction mixture was then held at 60«C until the isocyanate 

T V6i8ht hBCame C0n8tmt - ^ethyl methacrylate was 

then a d e over 2 hours, and the reaction held until i„f rare T 
analysis indicated the absence of isocyanate. The product was 
diluted with 3, 6 .0 g of butyl methacrylate. Xhe final produ had a 
o Uds content of 75* and had a n^ber average molecular .eight 
25 622 as determined by gel permeation chromatography. 

Exanmlp g 

A low molecular weight, carbamate functional material was 
prepared from the following ingredients: 
30 IngreHipV 

DESMODUR N^3300l i^Uht^^ 
.. v , 3300 -0 

dibutyl tin dilaurate 

butyl acetate 

^ , 1592.0 
methanol 



35 1 t . . . 613 ' 7 

Miles, Inc. 



Isocyanurate of hexamethylene diisocyanate, available from 
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A suitable reactor was charged with the first three 
ingredients and heated to a temperature of 60*C. The methanol was 
added to the reaction mixture over 2 hours. The temperature rose to 
74 °C and then was held at 80 e C until infrared analysis indicated the 
5 absence of isocyanate (one and a half hours). The final product had 
a Gardner-Holdt viscosity of N-0 and a number average molecular 
weight of 961 as determined by gel permeation chromatography. 

Example C 

10 A hydroxyl functional acrylic polymer was prepared from the 

following ingredients: * * 

Ingredient Weight in Gram* 

hydroxyethyl acrylate 200.0 
butyl methacrylate 584.0 
15 a-methyl styrene dimer 16.0 
LUPERSOL 555M60 1 80.0 
t-butyl perbenzoate 24.0 
1 t-amyl peracetate available from Atochem. 

A blend of EKTAPRO EEP (ethyl 3-ethoxypropionate available 
20 from Eastman Chemicals, 236.8 g) and butyl acetate (105.2 g) was 
charged to a suitable reactor and heated to reflux. The first three 
ingredients were mixed with 50 g EKTAPRO EEP. The t-amyl peracetate 
and 80 g EKTAPRO EEP were also mixed together. The preraixture of 
acrylic monomers and the premixture of initiator were added 
25 simultaneously to the reaction vessel over a period of about 3 hours 
while maintaining the reaction at reflux. At the completion of the 
addition, the reaction mixture was held at reflux for one hour 
followed by the addition of 8.0 g t-butyl perbenzoate over about 30 
minutes. The reaction was then held for 30 minutes at reflux. 8.0 
30 more grams of t-butyl perbenzoate was added over 30 minutes and the 
reaction held for 30 minutes at reflux. The remainder of t-butyl 
perbenzoate was added over 30 minutes and the reaction held at reflux 
for two hours. An additional total of about 54 grams of EKTAPRO EEP 
was added to the reaction mixture to adjust the solids content to 
35 about 60%. The reaction mixture was then cooled to room 
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temperature. The final product had a solids content of 57% and had a 
number av rage molecular weight of 1220 as determined by gel 
permeation chromatography. The acrylic polymer had a hydroxyl number 
of about 92.2 based on solids. 

5 

Example p 

A carbamate functional acrylic polymer was prepared from the 
following ingredients: 

ImxxLiem Weight to trmt 

10 butyl acetate 332>0 
EKTAPRO EEP . * m ] Q 

carbamate functional acrylic monomer 

from Example A 349<9 ; 

butyl methacrylate 279.1 
15 cc-roethyl styrene dimer 12<5 
t-aroyl peracetate 63 2 

butyl acetate gl k r 

A suitable reactor was charged with the first two 
ingredients and heated to reflux. The carbamate functional acrylic 
20 monomer, butyl methacrylate and methyl styrene dimer were added to 
the reaction mixture over 3 hours. The t-amyl peracetate and butyl 
acetate were then added over 3.5 hours. The reaction was then held 
at reflux for one hour, and cooled to room temperature. The final 
product had a solids content of 49.9% and had a number average 
25 molecular weight of 1346 as determined by gel permeation 

chromatography. The carbamate equivalent weight of the resultant 
material was approximately 900. 

Example P. 

30 A carbamate functional acrylic polymer dispersed in aqueous 

medium was prepared from the following ingredients: 
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faggCd l mt Weight in G^mn 

n-propanol 350.0 

butyl acrylate 202.0 

methyl methacrylate 195.2 

5 carbamate functional acrylic monomer 

from example A 349.9 

acrylic acid 25.0 

t-dodecyl mercaptan 3.2 

t -butyl peroctoate 14.4 

10 n-propanol 45,4 

dimethyl ethanol amine. (DME&) 23.2 

water ^ 70 o.O 



A suitable reactor was charged with the n-propanol and 
heated to reflux. The next five ingredients were added to the 

15 reaction mixture over 3 hours. At the same time, the t-butyl 
peroctoate and 46.4 g n-propanol were added over 3.5 hours. The 
reaction was then held at reflux for one hour. The DMEA was added to 
the reaction mixture at about 95 °C, followed by addition of the 
water. The reaction cooled to room temperature. The final product 

20 had a solids content of 35.3% and had a number average molecular 
weight of 3728 as determined by gel permeation chromatography. The 
carbamate equivalent weight of the resultant material was 
approximately 1040. 

25 Example F 

A carbamate functional acrylic latex was prepared from the 
following ingredients: 
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10 



15 



Ingasdignt 

Feed A: water 

ALIPAL CO-436 1 
sodium bicarbonate 
5 Feed B: water 

ammonium persulfate 
Feed C: butyl acrylate 

methyl methacrylate 

carbamate functional acrylic 
monomer from Example A 

butyl methacrylate 

acrylic acid 

t-dodecyl mercaptan 

water 

ALIPAL CO-436 
DBBSA-DMEA 2 

Feed D: diisopropanol amine, 50% in water 0 ,.^ 

1 Anionic ethoxylated nonyl phenol available fron/oAF Corporation, 
DDBSA-DMEA solution wa S prepared by dissolving 1 mole dodecyl 
20 benzene sulfonic acid in water containing 1 mole dimethyl 
ethanolamine. 

A suitable reactor was charged with Feed A and heated to 
80 C. 25 g of Feed C and then all of Feed B were added to the 
reaction mixture, and the mixture was held for 20 minutes. The 
25 remainder of Feed C was added over 3 hours. The reaction was held at 
80 C for two hours, and then cooled to room temperature. After 
dilution with Feed D, the final product had a solids content of 42.8% 
and had a number average molecular weight of 12,393 as determined by 
gel permeation chromatography. The carbamate equivalent weight of 
30 the resultant material was approximately 1140. 



Weight- 1r> fl rmnfT 

783.4 
15.1 
1.8 
114.8 
5.2 
277.5 
263.7 

502.0 
136.9 
36.4 
18.2 
757.7 • 
17.4 
11.5 
67.2 



Example a 

A urea functional polyeater oligomer was prepared from the 
following ingredients: 
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Jqgred ieai Welght in a 

Methylhexahydrophthalic anhydride 840.95 
hydroxyethylethylene urea 1 1275. A7 

butyl stannoic acid 2 .12 
5 triphenyl phosphite 4 t23 
xylene 226>1 
water 101>7 
n-propanol 4 0fi _ 9 

1 Available from Union Carbide as UCar RD-65-1. 
10 The first five ingredients were charged to a suitable 

reactor equipped with a nitrogen sparge and Dean-Stark trap and 
heated to reflux. As water" was removed from the reaction (88.2 g), 
the acid value of the reaction mixture dropped to lees than 5. The 
reaction mixture was then vacuum stripped to remove xylene, cooled to 
15 70'C, and diluted with the n-propanol and water. The reaction 

mixture had a final measured solids content of 77%, a number average 
molecular weight of 177 and a weight average molecular weight of 
about 247 as determined by gel permeation chromatography using a 
polystyrene standard. 

20 

Example H 

A carbamate functional polyester oligomer was prepared from 
the following ingredients: 

Ingredient Weieht in a^. 
25 Methylhexahydrophthalic anhydride 505.68 
ESTERDI0L 204* 7u [ 0k 
butyl stannoic acid 2#12 

12o' 

xylene 50 
30 n-propanol U80 

1 2 »2-dim e thyl-3-hydroxypropyl-2,2-dimethyl-3-hydroxypropionate 
available from Union Carbide. 

The first three ingredients were charged to a suitable 
reactor equipped with a nitrogen sparge and Dean-Stark trap and 
35 heated to reflux. As water was removed from the reaction, the acid 
value of the reaction mixture dropped to less than 1. The reaction 
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mixture was then cooled to 150 °C, and the urea and xylene were 
added. The reaction mixture was held at reflux for 28 hours and then 
vacuum stripped to remove xylene. After dilution with the 
n-propanol, the reaction mixture had a final measured solids content 
5 of 52.6%, and a viscosity of A on the Gardner-Hold t scale. 

Example I 

A carbamate functional polyester was prepared from the 
following ingredients: 

10 Ingredient A Weight in grams 

DOWANOL PM carbamate 2 * . 332.5 

1 * 
polyester* 455 

butyl stannoic acid 2.12 

1 Reaction product of hexahydrophthalic anhydride, ESTERDIOL 
15 204, and 1,6-hexanediol in a 1:1:1 mole ratio. 

2 Reaction product of DOWANOL PM and urea, 95% in DOWANOL PM ' 
which is the raonomethyl ether of propylene glycol and is available 
from the Dow Chemical Co. 

The ingredients were charged to a suitable reactor equipped 
20 with a nitrogen sparge and Dean-Stark trap and heated to 140-145 'C. 
DOWANOL PM was removed from the reaction under reduced pressure. The 
reaction mixture was held until DOWANOL PM carbamate was no longer 
detectable on a gas chromatograph. The resultant reaction mixture 
was a soft, waxy, opaque material. 

25 

Example J 

A pre-eroulsion was prepared by stirring together the 
following ingredients: 
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10 



Ingredient 

carbamate functional polyester 
of Example I 

methyl methacrylate 

butyl acrylate 

stearyl methacrylate 

N-methylol acrylamide 
(48% solution in water) 

methacrylic acid 

dodecylbenzenesulfonic acid (70% in water) 
N,N-dimethyl ethanol amine \\ 
IGEPAL C0-897 1 * * 



WeiRht in grams 

125.0 
100.0 
100.0 
25.0 

83. A 
10.0 
14.3 
2.5 
7.2 
2.5 
500.0 



ferrous ammonium sulfate, 1% in water 
water 

15 1 Nonionic ethoxylated nonyl phenol available from GAF Corp. 

The pre-emulsion was passed though an MHO MICR0FLUIDI2ER 
high pressure impingement emulsifier (available from Microf luidics, 
Inc.) at 8000 psi to produce a bluish-white emulsion. The emulsion 
was transferred to a suitable reactor and blanketed with nitrogen. 

20 Polymerization was initiated by adding first a mixture of 1.5 g 

isoascorbic acid and 2.5 g mercaptopropionic acid dissolved in 50.0 g 
water followed by a solution of 2.19 g hydrogen peroxide (35%) in 
25.0 g water added dropwise over 15 minutes. The emulsion exothermed 
from 26 to 66°C over 14 minutes. Any remaining monomer was then 

25 polymerized by adding 0.5 g isoascorbic acid dissolved in 5.0 g water 
followed by 0.5 g of 35% hydrogen peroxide. An additional exotherm 
from 56 to 59°C was observed. The pH of the latex was increased to 
7.0 with 16.45 g of a 1:1 mixture of water and diisopropanolamine. 
The final product had a solids content of 41.0%. 



30 



Example K 

A urea functional polyester oligomer was prepared from the 
following ingredients: 
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Ingredient Weight to grams 

dodecanediolc acid 575*0 
hydroxyethyl ethylene urea 637.74 
butyl stannoic acid 1*21 
5 xylene 198.66 



The ingredients were charged to a suitable reactor and 
heated to reflux to remove water through a Dean-Stark trap. The 
temperature of the reaction mixture was held at reflux until the acid 
value was less than 5. The reaction mixture was then cooled to 120°C 
10 and volatile materials in the reaction mixture were removed under 
vacuum to a solids content of 98.7%. The reaction mixture was 
diluted to a final solids content of 65% with an 80:20 weight mixture 
of propanol; water. The product had a number average molecular weight 
of 606 and a urea equivalent weight of approximately 230. 

15 

BtflfflBlg 1 

A carbamate functional acrylic monomer was prepared from the 



following ingredients; 

Ingredient Weight foi <?eots 

20 hydroxypropyl carbamate 600.0 
2,6-di-t-butyl methyl phenol 3.9 
triphenyl phosphite 2.22 

methacrylic anhydride 810.0 

toluene 1200.0 

25 sodium hydroxide (16.7%) 1260.0 



A suitable reactor was charged with the first four 
ingredients and heated to 100'C. The reaction mixture was held at 
this temperature until the methacrylic anhydride had completely 
reacted with the hydroxypropyl carbamate, as determined by gas 

30 chromatography. The reaction was cooled to room temperature and the 
toluene and sodium hydroxide were added. After agitating for about 
30 minutes, the reaction mixture was transferred to a separatory 
funnel. The top layer, containing the product in toluene, was 
collected in a flask and the toluene was removed by vacuum 

35 distillation. 
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Example M 

A carbamate functional acrylic latex was prepared from the 
following ingredients: 

Ingred i ent weight \ n Gram 

5 Feed A: water 450#0 

ALIPAL CO-436 9.3 

sodium bicarbonate 0.8 

Feed B: water 50<0 

ammonium persulfate 2.2 
10 Feed Cs carbamate functional acrylic 

. monomer of Example L * 180.0 

butyl acrylate * 2 40.0 

methyl methacrylate 120.0 

styrene 60<0 

15 acrylic acid jg^g 

t-dodecyl mercaptan 9,9 

water 400.0 
ALIPAL C0-436 18#0 

pgnp-i 5 i 26 ; 0 

20 Feed D: diisopropanol amine, 501 in water 20.0 

1 Nonionic surfactant prepared by reacting 1 mole of nonyl phenol 
with 15 moles of glycidol. 

A suitable reactor was charged with Feed A and heated to 
80*0. 25 g of Feed C and then all of Feed B were added to the 
25 reaction mixture, and the mixture was held for 20 minutes. The 

remainder of Feed C was added over 3 hours. The reaction was held at 
80 8 C for two hours, and then cooled to room temperature. After 
addition of Feed D, the pH was 7.7. The final product had a solids 
content of 40.5% and had a number average molecular weight of 5706 as 
30 determined by gel permeation chromatography. 

Example N 

A hydroxyl functional acrylic latex was prepared from the 
following ingredients; 
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In trr © d A eti t 




Feed 


A: 


water 


450.0 






ALIPAL CO-436 








sodium bicarbonate 


0.8 


Feed 


B: 


water 


50.0 






ammonium persulfate 


2.2 


Feed 


C: 


hydroxyethyl acrylate 


180.0 






butyl acrylate 


240.0 






methyl methacrylate 


120,0 






styrene 


60.0 






acrylic acid * „ 


16.8 






t-dodecyl mercaptan " 


9.0 






water 


400.0 






ALIPAL CO-436 


18.0 






PGNP-15 


26.0 


Feed 


D: 


diisoprbpanol amine , 50% in water 20.0 






A suitable reactor was 


charged with Feed A and heated to 



80*C. 25 g of Feed C and then all of Feed B were added to the 
reaction mixture, and the mixture was held for 20 minutes. The 



20 remainder of Feed C was added over 3 hours. The reaction was held at 
80°C for two hours, and then cooled to room temperature. After 
addition of Feed D, the pH was 7.84. The final product had a solids 
content of 40. 2X and had a number average molecular weight of 5123 as 
determined by gel permeation chromatography, and a hydroxyl value of 

25 22 based on solids content. 

The following examples (1-12) show the preparation of 
various clear film-forming compositions prepared with carbamate, 
urea, or hydroxyl functional materials and aminoplast curing agents. 
The coating compositions were evaluated in color-plus-clear 

30 applications. 

Example i 

A clear film-forming composition was prepared by mixing 
together the following ingredients: 
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7.0 




19.0 


3.0 


3.0 


0.3 


0.3 


0.4 


0.7 


1.0 


2,3 


30.0 


33.3 


69.0 


138.8 


i:o 


1.2 



iflggflisa t Solid veiRht: in grflmR solution w^ gn t in gr«m fl 

n-butyl acetate 
EKTAPRO EEP 
TINUVIN 1130 1 
5 TINUVIN 292 2 

polybutylacrylate 3 
flow control agent** 
CYMEL 327 5 

carbamate containing 
10 acrylic of Example D 

phenyl acid phosphate 

s . . 

Substituted benzotriazole UV light stabilizer available from 
Ciba Geigy Corporation. 

Sterically hindered tertiary amine light stabilizer available 
15 from Ciba Geigy Corporation. 

3 A flow control agent having a Mw of about 6700 and Mn of about 
2600 made in xylene at 62. 5% solids. 

4 Polymeric microparticle prepared in accordance with example 11 
of U.S. Patent No. 4,147,688. 

20 5 Highly methylated, high imino content aminoplast resin 
available from American Cyanamid. 

Example Z 

A clear film-forming composition was prepared by mixing 
25 together the following ingredients: 

Ingredient Solid wftjyht In EXfflBS Solution gfijgbj; ia gra m s 



hexyl acetate 




7.0 


EKTAPRO EEP 




15.1 


TINUVIN 1130 


3,0 


3.0 


TINUVIN 292 


0.3 


0.3 


polybutylacrylate 


0.4 


0.7 


flow control agent 


1.0 


2.3 


CYMEL 327 


30.0 


33.3 


carbamate containing 






acrylic of Example D 


49.0 


97.0 


hydroxy 1 containing 






acrylic of Example C 


20.0 


35.1 


phenyl acid phosphate 


1.0 


1.2 
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Example 3 

A clear film-forming composition was prepared by mixing 
together the following ingredients: 



IngredtCTt So ii d weieht in ff r«m fi 


Solution we4ffht! 


5 hexyl acetate 




7.0 


EKTAPRO EEP 





18.8 


TINUVIN 1130 


3.0 


3.0 


TINUVIN 292 


0.3 


0.3 


polybutylacrylate 


0.4 - 


0.7 


10 flow control agent 


1-8 


2.3 


CYMEL 327 


* 30.0 


33.3 


carbamate containing 






acrylic of Example D 


29.0 


57.3 


hydroxyl containing 






15 acrylic of Example C 


40.0 


70.1 


phenyl acid phosphate 


1.0 


1.2 




Example 4 





A clear film-forming composition was prepared by mixing 
20 together the following ingredients: 



Ingredient 



Solid waigta ia g ra mff soinH™ w f | ghb jn g rff nm 



hexyl acetate 




7.0 


EKTAPRO EEP 




19.3 


TINUVIN 1130 


3.0 


3.0 


TINUVIN 292 


0.3 


0.3 


polybutylacrylate 


0.4 


0.7 


flow control agent 


1.0 


2.3 


CYMEL 327 


30.0 


33.3 


carbamate containing 






acrylic of Example D 


9.0 


17.8 


hydroxyl containing 






acrylic of Example C 


60.0 


105.1 


phenyl acid phosphate 


1.0 


1.2 



35 



Example 5 

A clear film-forming composition was prepared by mixing 
together the following ingredients: 
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7.0 




15.0 


3.0 


3.0 


0.3 


0.3 


0.4 


0.7 


1.0 


2.3 


30.0 


33.3 


69.0 


120.7 






1.0 


1.2 



Ingredient Solid weight in grams Solution w eight in f ray* 

n-butyl acetate 

EKTAPRO EEP 
' TINUVIN 1130 
5 TINUVIN 292 

polybutylacrylate 

flow control agent 

CYMEL 327 

hydroxyl containing 
10 acrylic of Example C 

phenyl acid phosphate 

*■ 

Example 6 

A clear film-forming composition was prepared by mixing 

15 together the following ingredients: 

Ingredient Solid weight in grams Solution weight grw 

n-amyl alcohol 35,1 

TINUVIN 1130 3.0 3.0 

TINUVIN 292 0.3 0.3 

20 polybutylacrylate 0.4 0.7 

low molecular weight 
carbamate functional 

material of Example B 11.1 15.9 

carbamate functional 
25 acrylic of Example D 32.5 64.2 

urea functional 

polyester of Example G 11.1 14.4 

carbamate functional 

polyester of Example H 10.3 17.3 

30 phenyl acid phosphate 1.0 1.2 

The film-forming compositions of Examples 1-6 were applied 
to a pigmented basecoat to form color-plus-clear composite coatings 
over electrocoated steel substrates. The pigmented basecoat for 
Examples 1-6 is commercially available from PPG Industries, Inc. and 
35 identified as NHU-9517. The basecoat was pigmented black in color. 
The electrocoat used on the steel is commercially available from PPG 
Industries, Inc. and is identified as ED-11. 
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The basec at was spray applied in two coats to electr coated 
tee anels at a temperature of about 75'F (2 *. c) . A n ^ ty " 

ash time was allowed between the two basecoat applications" After 
the bafiecoat applicationf a flaah time ^ m Hi* 

5 minutes was allowed at 75«F (2^0) before the application of the 
clear coating composition. The clear coating compositions of 
Examples 1-6 were each applied to a basecoated panel in two coats 
wxth a ninety second flash at 75'F (24'C) allowed between coats. The 
composite coating was allowed to air flash at 75'F (24'C) for ten T 
10 fifteen minutes before basing at », ( „, c) for Me 
both the basecoat and clear.oat. " The panels were baked in a 
horizontal position. The parties of the composite coatings are 
reported in Table I below. * 

Tahl* T 

15 

Hydroxyl Number % OH Functional Art A u ?f ncil Hardn ess 

1 0 n 

0 3 v 
20 2 23 20 

46 *0 5 

«0 

5 115 100 8 H 

6 ° 0 3 H 

" *ram s „ -T^ * 8U " Ur0U8 "^ion (350 

grams demised water and 12 grams sulfurous acid to give 

-ribution of drop sises up to one q uarter inch. Approximately 2 5 
to 3.0 grams of solution were applied per M inch panel The 1 1 
30 w ere then placed in an oven at 110«F (o-« for tw T <' 

nM 1 C; for twenfc y minutes. The 

anels were removed from the oven and the spray/bake procedure was 
pea ed two more times to give a total of 60 minutes at 110'F 
(* -0). After the third cycle the P anel e were washed with soap and 

35 ::::: then r : ted for de ° ree ° f ~ 

scale of 1-10 (1 . no ob8ervable etching . w _ ^ 

7, ** PenCil hardneSS (G ° URe hardnCSS) by ASTM D 

33 3-7, was performed immediately after the panel was spotted with a 
0.5 inch to 2 inch drop of xylene and wiped dry. 
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Example 7 

A clear film-forming composition was prepared by mixing 
together the following ingredients: . 

Ingredient Solid weight in gramg Solution weight in prams 

5 TINUVIN 1130 3.5 3.5 

CYMEL 328 1 30,0 34.9 
carbamate containing 

acrylic of Example E 70.0 198,4 

phenyl acid phosphate * '1,0 5.0 

10 water — - 137.0 

1 Waterborne version of -CYMEL 327 available from American 

* 

Cyanamid. * 

Example 8 

15 A clear film-forming composition was prepared by mixing 
together the following ingredients: 

Ingredient Solid Weight in grMfi Solution weight in grams 
carbamate containing 



acrylic of Example F 


70.0 


162.6 


20 CYMEL 303 1 


30.0 


30.0 


TINUVIN 1130 


3.5 


3.5 


DDBSA solution 2 


1.0 


5.0 


FC 630 solution 3 


0.1 


2.0 


diisopropanol amine solution 


4 _ 


3.9 


25 n-me thy 1-2-pyrrolidone 




5.0 


isopropanol 




5.0 


water 




25.0 



1 Hexamethoxymethyl melamine resin available from American 
Cyanamid. 

30 2 20 weight percent solution of dodecylbenzene sulfonic acid 
neutralized with diisopropanolamine in deionized water. 
3 Nonionic surfactant available from 3M Corporation. 



* 50 weight percent solution of diisopropanolamine in deionized 



water. 

35 
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Example 2 

A clear f ilra-fonning composition was prepared by mixing 
together the following ingredients; . 

Ingredient; Solid yeight in grams Solution w eight ^ 

5 DDDA/HEEU oligomer 

of Example K 70.0 116.7 

CYMEL 328 30.0 34. 9 

Phenyl acid 

phosphate solution 1,0 5.0 

10 Tego Wet 2FS 453 1 0.09 0.36 

1 Nonionic surfactant available from Tego Chemie Service GmhH. 

Example 10 

A clear film-forming composition was prepared by mixing 

15 together the following ingredients: 

Ingredient Solid weight in gramff Solution weight in f r«m^ 

carbamate functional 
acrylic and polyester 
latex of Example J 

20 CYMEL 303 

TINUVIN 1130 

DDBSA solution 

FC 430 solution 

diisopropanol amine soluti 
25 n-methyl-2-pyrrolidone 

isopropanol 

water 



70.0 


170.61 


30.0 


30.0 


3.5 


3.5 


1.0 


5.0 


0.1 


2.0 




3.2 




5.0 




5.0 




58.1 


Example 11 





30 A clear film-forming composition was prepared by mixing 

together the following ingredients: 
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I ngredient Solid weight in grams Solution weight in grams 

carbamate functional 

acrylic latex of Example M 70.0 172.8 

CYMEL 303 30.0 30.0 

5 TINUVIN 1130 3.5 3.5 

p-TSA solution 1 1.0 5.0 

diisopropanol amine solution — 3.5 

isopropanol — 50.0 

water _ ■ 17.3 

10 1 20 weight percent solution of para-toluene sulfonic acid 
neutralized with diisopropanol amine in water. 

ErampJLfl 12 

A clear film-forming composition was prepared by mixing 
15 together the following ingredients; 

Ingredient Solid weight in grams Solution weight in g r*mm 

hydroxy 1 functional 

acrylic latex of Example N 70.0 174.2 
CYMEL 303 30.0 30,0 

20 TINUVIN 1130 3.5 3.5 

p-TSA solution 1.0 5.0 

diisopropanol amine solution — 3.5 
isopropanol — 50.0 

water — 16.3 

25 The film-forming compositions of Examples 7-12 were applied 

to a pigmented basecoat to form color-plus-clear composite coatings 
over electrocoated steel substrates. The pigmented basecoat for 
Examples 7-12 is commercially available from PPG Industries, Inc. and 
identified as BWB-8555. The basecoat was pigmented black in color. 

30 The electrocoat used on the steel is commercially available from PPG 
Industries, Inc. and is identified as ED-11. 

The basecoat was spray applied in two coats to electrocoated 
steel panels at a temperature of about 75 P F (2A°C) and a relative 
humidity of about 60%. A ninety second flash time was allowed 

35 between the two basecoat applications. After the second basecoat 
application, a prebake time of approximately five minutes was allowed 
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at 250'F (121-C) before the application of the clear coating 
composition. The clear coating compositions of Examples 7-12 were 
each applied to a basecoated panel in two coats with a ninety second 
flash at 75-F (24'C) allowed between coats. The composite coating 
5 was allowed to air flesh at 75'F (24'C) for ten to fifteen minutes 
and to flash at 140'F (60'C) for ten to fifteen minutes before baking 
at 285'F (wi-o) for 30 minutes to cure both the basecoat and 
clearcoat. The panels were baked in a horizontal position. The 
properties of the composite coatings are reported in Table II below. 
° Table IT 

£j£a ^ El£ V Acid Etch Rating 



8 
9 

15 10 
11 
12 



3 
3 
2 
5 
5 
9 
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We Claim: 

1. A method for applying a composite coating to a 
substrate which comprises applying to the substrate a colored 
5 film-forming composition to form a base coat and applying to said 
base coat a clear film-forming composition to form a transparent top 
coat over the base coat characterized in that the clear film-forming 
composition comprises (1) a material containing a plurality of 
terminal or pendant groups of the structure: 

10 t ^ I 

X - (j - N - H* , -and/or - N - jj - OR' 

where X is -N or -0 and R is H or alkyl of 1-18 carbon atoms or R is ■ 
bonded to X and forms part of a 5 or 6 membered ring and R' is alkyl 

15 of 1 to 18 carbon atoms; and (2) an aminoplast crosslinking agent 
containing methylol and/or methylol ether groups; said clear 
film-forming composition being crosslinkable through reaction of said 
pendant or terminal groups with said methylol and/or methylol ether 
groups; said clear film-forming composition being further 

20 characterized as having a calculated hydroxyl value less than 50 
based on solid weight of said clear film-forming composition, 
excluding any hydroxyl functionality associated with N^methylol 
groups so as to result in a crosslinked coating which has a 
substantial number of urethane and/or urea crosslinks arising from 

25 said reaction of pendant or terminal groups with said methylol and/or 
methylol ether groups, giving said crosslinked coating a high level 
of acid etch resistance. 

2. The method of claim 1 in which the material is an 
30 acrylic polymer. 

3. The method of claim 2 in which the acrylic polymer has 
an equivalent weight less than 5000 based on equivalents of said 
terminal or pendant groups. 

35 
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4. The method of claim 3 in which the acrylic polymer has 
an equivalent weight within the range of about 140 to 2500 based on 
equivalents of said terminal or pendant groups. 

5 5* The method of claim 1 in which the material is selected 

from the class consisting of polyesters, polyure thanes , and mixtures 
thereof. 

6. The method of claim 5 in which the material has on 

10 average at least two of said terminal or pendant groups per molecule. 

7. The method of claim 6 in which the material has an 
equivalent weight of from about 140 to 2500 based on equivalents of 
said terminal or pendant groups. 

15 

8. The method of claim 1 in which X is -0 and R is 
selected from the class consisting of H and alkyl containing from 1 

to 6 carbon atoms and R * is alkyl containing from 1 to 6 carbon atoms. 

20 9. The method of claim 1 in which the arainoplast is a 

condensate of melamine with formaldehyde and optionally an alcohol 
containing from 1 to 6 carbon atoms. 

10. The method of claim 1 wherein the equivalent ratio of 
25 said pendant or terminal groups to methylol or methylol ether groups 

is from 0.5 to 2:1 and is sufficient to form a crosslinked film. 

11. The method of claim 1 wherein the material is present 
in the clear film-forming composition in amounts of 50 to 90 percent 

30 by weight based on weight of resin solids in the clear film-forming 
composition. 

12. The method of claim 1 wherein the arainoplast is present 
in the clear film-forming composition in amounts of 10 to 50 percent 

35 based on weight of resin solids in the clear film-forming composition, 

13. A substrate c ated in accordance with claim 1. 
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